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Please amend the claims as shown. 

l-ll(c5anceled) 

12. (curraitly amended) An oxidation resistant component, comprising: 

a substrate; and 

a protective layer, comprising: 

an intermediate MCrAlY layer on the substrate having a composition (in wt%) 
10% - 50% Co, 1 0% - 40% Cr, 6% - 15% Al, 0.02% - 0.5% Y, and a Ni base; and 

an outer layer whidi has a phase y-Ni structure and has the composition (in wt%): 
1 5% - 40% Cr, 5% - 80% Co, 3% - 6.5% Al and a Ni balance b ase-and consists of pure y- 
Ni phase wherein the outer layer is arranged on the inteimediate MCrAlY layer;-itt4M4a 
on clement aolectod fix)m the group oonoigting of Co, Fo, and Nij yod 



13* (previously presented) The component according to daim 12 wherein the 
intermediate layer is located near flie substrate, 

14 (previously presented) The component according to claim 12, wherein the 
protective lay^ consists of two separated layers* 

15. (previously presented) The component according to daim 12, wherein a 
continuously graded concentration of the compositicm of the intermediate and outear layer is 
located inside fte in:otective layer. 

16. (previously presmted) The component according to daim 12, herein tiie outer 
layer is thinner than the intermediate layer on or near tiie substrate. 



a layer of metastable aluminium oxide f ormed on top of the outor laver. 
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1 7. previously presetited) The con^nesit according to claim 12, \;^erein the 
intermediate MCrAlY-layer or the outer layer contains a further element selected fix)m the group 
consisting of (in wt%): OAYo - 2% Si, 0.2% - 8% Ta, and 0.2% - 5% Re. 

1 8. (previously presmted) The component according to claim 12, \^erein Ae outer 
layer further conqmses an element fiom the group consisting of Hf^ Zr, La, Ce, and other 
elements of the Lanthanide group. 

19. (canceled) 

20. (previously presented) The component according to claim 12, wherein the outer 
layer has the composition (in wt%): 20% - 30% Cr, 10% - 30% Co, and 5% ~ 6% Al. 

21. (canceled) 

22. (currently amended) The component according to claim 12, wherein the MCrAlY 
layer contains at least one element fiom the erouo consisting of Ti (Titanium) and Sc 
(Scandium). 

23. ^ireviously presented) The component according to claim 12, wherrai a thermal 
banier coating is ^lied to the out^ layer. 

24. (previously presmted) The componeat according to claim 17, wh^ein the 
ifaenium conteid is betwerai 0.2% and 2wt%. 

25. (previously pres»ted) The conqxment aooofding to daim 23, wherein a heat 
Itreatment prior to flying a fiiermal barrier coating is carried out in an atmosphm wifli a low 
oxygen partial pressure in the range of 1 0'^ to 10'** bar. 
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26- (previously presented) The component according to daim 12, whearein the 
oomponeiit is a turbine component ^th application in a gas turbine. 

27. (currently amended) An oxidation resistant turbine component for use in a gas 
tuxbine, comprising: 

a substrate; and 

a protective layer, comprising: 

an intermediate MCrAlY layer on the substrate having a composition (in wt%) 
10% - 50% Co, 10% - 40% Cr, 6% ^ 15% Al, 0-02% - 0.5 Y, and aNi base; and 

an outer lay^ which has a phase y-Ni structure and has the composition (in wt%): 
15% - 40% Cr, 5% - 80% Co, 3% - 6.5% Al and a Ni balfflasebase-and consists of pure 
Ni phase wherein the outer layer is arranged on the intermediate MCrAlY lay CTondMi s 
on etomont Bolootod from tfao group consisting of Co, Fo^ and NL 

28. (previously presented) The component according to claim 27, wherdn the 
intermediate MCrAlY-layer or the outer layer contains a fiirther element selected fiom the group 
consisting of (in 0.1% - 2% Si, 02% - 8% Ta, and 0.2% * 5% Re. 

29. (previously presented) The component according to daim 27, wha:ein the outer 
layer furflier cominises an draient fiom the group consisting of Hf, Zr, La, Ce, and otfier 
elem»ts of the Lantfaanide group. 

30. (previously presented) The component according to claim 27, wherein the outer 
layer has the conqwsition (in wt%): 20% - 30% (k, 10% - 30% Co, and 5% - 6% Al. 



4 



PAGE 6/1 1 • RCVD AT 7120/2006 4:19:45 PM [Eastern DayHgtil Time] • SVR:USPTO-EFXRF-2/5 * DNIS:2738300 • CSID:40m66440 • DURATION (hun-6S):0540 



